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(54) CERAMIC STRUCTURE 

(57) As a ceramic structural body improving mate- 
rial properties of a sealing member such as adhesion 
properties at room temperature and high temperature 
and the like and having an improved durability, there is 
proposed a ceramic structural body comprising an 
assembly of plural united ceramic members 2. 3 each 
having a plurality of through-holes arranged side by side 
along a longitudinal direction, in which end faces at 
either side of these through-holes are closed in a check- 
ered pattern so as to have a reverse relation of open 
and dose between gas inlet side and gas outlet side 
and adjacent through-holes are permeable to each 
other through porous partition walls, characterized in 
that a plurality of the ceramic members 2. 3 are inte- 
grally Shared by interposing a sealing member 4 of an 
elastic material consisting of at least inorganic fibers, an 
inorganic binder, an organic binder and inorganic parti- 
cles and mutually bonded three-dimensionally inter- 
sected organic fibers and inorganic particles through 
the inorganic binder and organic binder between the 
mutual ceramic members. 
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Description 
TECHNICAL FIELD 

B This invention relates to a ceramic structural body, and more particularly it proposes an improvement in the struc- 
ture of the ceramic structural body made by piercing a plurality of through-holes in parallel to each other along a longi- 
tudinal direction of a member, such as a ceramic honeycomb structural body, monolithic structural body and the like. 

BACKGROUND ART 

TO 

In general, the ceramic structural body such as a ceramic honeycomb structural body and the like formed by pierc- 
ing a plurality of through-holes in the longitudinal direction of the member in parallel to each other is used as a filter for 
purifying exhaust gas discharged from vehicles, factories and the like. 

This ceramic structural body has such an end fece that the open-dose condition of the through-holes shows a 

75 checkered pattern (the state that adjacent through-holes are alternately in the open-close condition). That is. these 
through-holes are sealed at either only one of their end faces, and adjacent through-holes are opened or closed from 
each other to form the checkered pattern. Therefore, when one through-hole is opened at one end face, the other end 
lace is sealed, while the adjacent through-hole thereto is sealed at one end face and opened at the other end face. 
Moreover, the ceramic structural body is such a porous body that when a gas to be treated is flown from either one 

20 erd face of each of the above through-holes, the treated gas enters into an adjacent through-hole passing through 
porous partition walls on the way toward the other end face and then discharges out from such other end face. That is, 
the ceramic structural body is made possible to mutually pass the gas through the partition wail separating the through- 
holes. Therefore, the gas to be treated easily passes into the other through-hole in the structural body, so that the gas / 
passes through different through-holes at the inlet side and outlet side. 

25 Therefore, when the exhaust gas is passed through the above ceramic structural body, particle substances (partic- 
ulate) in the exhaust gas is caught and purified in the partition wall portion while passing the exhaust gas flown from 
one-side end face through the partition wall toward the outlet port. With the purifying action of the exhaust gas, the 
ceramic structural body degrades the pass of the gas because the particulate is collected and accumulated in the par- 
tition wall at the inlet port side to gradually create clogging. Therefore, the ceramic structural body requires a treatment 

. 30 for.periodically burning and removing the particulate accumulated on the partition wall, which results in the cfogging, by 
a heating means such as burner, heater or the like (hereinafter simply referred to as "regeneration"). 

The above ceramic structural body, however, causes nonuniform temperature distribution inside the structural body 
due to local heat generation accompanied with nonuniform heating process and abnormal burning of particulate, ther- 
mal shock given by sudden temperature change of exhaust gas and the like so as to bring about the action of thermal 

35 stress. As a result, the above ceramic structural body has encountered such problems that crack generation and hence 
nrx>lten loss are invited and finally led to breakage so as to impede collection of particulate. 

On the contrary, hitherto, as means for solving the above problems, there has been proposed, for example, a 
method for decreasing thermal stress acting on a ceramic structural body by dividing the ceramic structural body into a 
plurality of ceramic members on the face perpendicular to the axis or the face in parallel with the axis (see JP-A-60- 

40 6521 9). Moreover, there has been proposed a divided ceramic structural body having improved property for sealing the 
exhaust gas by inserting a non-adhesion sealing member in a gap produced between the mutual ceramic members in 
this divided-type ceramic structural body (hereinafter refen-ed to as "divided ceramic structural body") (see JU-A-1- 
63715). 

According to the above respective proposals, the divided ceramic structural body can liberate thermal stress 
45 obsen/ed in a one-piece ceramic structural body owing to the use of the above sealing member. 

However, the sealing member is non-adhesion, so that the ceramic members cannot be firmly joined to each other. 
Therefore, the above divided ceramic structure body according to the conventional technique was required to have a 
restraint force, for uniting these ceramic members to maintain the form of one-piece structural body Therefore, as 
means for giving this restraint force, there has hitherto been used an arrangement of a thermally expansive heat insu- 
50 lator or an application of the thermally expansive heat insulator as an inner sealing member. 

However, the above non-adhesion sealing member and the thermally expansive heat insulator are poor in the dura- 
bility to heat in the regeneration and repetition of oscillation generated from an internal-combustion engine. Therefore, 
the sealing member proceeds the degradation of volume shrinkage and strength to lower the sealing property, whOe the 
thermally expansive heat insulator has a problem to rapidly lower the restoring force after volume expansion. 
55 Therefore, the above divided ceranrtic staictural body has lost force for supporting a plurality of ceramic members 
constituting this structural body, and decomposed and dispersed by the pressure of the exhaust gas. Moreover, even if 
a reinforcing member is an-anged at an end face at an outiet side of the gas. it is difficult to prevent tiie degradation of 
the sealing member, and it is desired to improve the durability. 
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Particularly, in order to form a large-size divided ceramic structural body, a larger restraint force is required, the 
combination of the conventional non-adhesion sealing member and themially expansive heat insulator cannot deal with 
from the beginning, so that there is not obtained the structural body withstanding to practical use. 

Under the above circumstances, the Inventors have previously proposed "EXHAUST GAS PURIFYING APPARA- 
5 TUS AND STRUCTURAL BODY THEREOF" with the use of a sealing member consisting of ceramic fiber, silicon car- 
bide powder and inorganic binder by improving the sealing member constituting the divided ceramic structural body as 
means for overcoming the problems inherent to the above conventional technique (see Japanese Patent Application 
No. 5-204242). 

According to this proposal, a plurality of ceramic members are joined to each other through such a sealing member. 
10 so that it is possible to improve the durability of the divided ceramic structural body to a certain extent. 

However, the sealing member tends to easily cause migration (phenomenon of moving a binder with drying and 
removal of a solvent) when it is filled and cured between the mutual ceramic members. Therefore, the seal layer formed 
by curing the sealing member becomes brittle. 

That is. the inorganic binder constituting the above sealing member acts to firmly join the ceramic member to the 
15 seal layer and to join an intersect point of three-dimensionally crossed ceramic fibers as an important element for devel- 
oping stress buffering function of the seal layer. However, the inorganic binder moves from the inside of the seal layer 
to the joint face with the ceramic member through the migration produced in the course of drying and curing, whereby 
the joint force at the Intersect point is decreased, and hence the strength of the ceramic structural body itself is lowered, 
so that the desired durability could not be satisfied. 
20 Furthermore, the silicon carbide powder constituting the sealing member also moves with the above migration to 
bring about the lowering and nonuniformity of thermal conductivity, which results in the lowering of the regeneration effi- 
ciency of the ceramic structural body 

On the contrary, there is considered a method of improving the durability of the structural body by controlling the / 
migration. However, this method takes a long time for drying and curing the sealing member ant undesirably degrades 
25 the productivity 

As mentioned above, the conventional divided ceramic structural body still leaves room for improvement with 
respect to durability and the like as a ceramic structural body. 

The invention is made for solving the above-described various problems inherent to the conventional technique, 
and its main object is to improve the durability of the ceramic structural body. 
30 Another object of the invention is to improve material properties such as adhesion properties of a sealing member 
at room tenperature and high temperature and the tike. 

The other object of the invention is to improve the adhesion property and thermal conductivity of the sealing mem- 
ber at room tenperature and high temperature while maintaining elasticity and heat resistance to thereby simultane- 
ously improve both durability and regeneration efficiency of the divided ceramic structural body. 

35 

DISCLOSURE OF THE INVENTION 

The inventors have made further studies to realize the above objects. As a result, the inventas have found an 
invention having the construction mentioned below. 

40 That is, the invention lies in a ceramic structural body comprising an assembly of plural united ceramic members 
each having a plurality of through-holes arranged side by side along a longitudinal direction, in which end faces at either 
side of these through-holes are closed in a checkered pattern so as to have a reverse relation of open and close 
between gas inlet side and gas outlet side and adjacent through-holes are permeable to each other through porous par- 
tition walls, characterized in that a plurality of the ceramic members are integrally adhered by interposing a sealing 

45 member of an elastic material consisting of at least inorganic fibers, an inorganic binder, an organic binder and inor- 
ganic particles and mutually bonded three-dimensionally intersected organic fibers and inorganic particles through the 
inorganic binder and organic binder between the mutual ceramic members. 

The sealing member is desirable to be an elastic material formed by using ceramic fiber as the inorganic fiber, using 
colloidal sol as tiie inorganic binder, using polysaccharide as the organic binder, and using at lease one inorganic pow- 

50 der or whisker selected from cariDides and nitrides as the inorganic particle, and mixing them each otiier. Particulariy. 
the sealing member is desirable to be an elastic material formed by using at least one ceramic fiber selected from silica- 
alumina, mullite. alumina and silica as the inorganic fiber, using at least one colloidal sol selected from silica sol and 
' alumina sol as the inorganic binder, using at least one polysaccharide selected from polyvinyl alcohol, metiiyl cellulose, 
ethyl cellulose and carboxymethyl cellulose as tiie organic binder and using at least one inorganic powder or whisker 

55 selected from silicon carbide, silicon nitride and boron nitride as the inorganic particle, f^ore particularly. It is desirable 
to be an elastic material consisting of silica-alumina ceramic fiber, silica sol. cartx)xymethyl cellulose and silicon carbide 
powder. 

Concretely, the above sealing member is favorable to have the following composition. 
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In the ceramic fiber, it is desirable that the content of silica-alumina fiber is 10-70 wt%. preferably 10-40 wt%, 
more preferably 20-30 wt% as a solid content Because, when the content Is less than 10 wt%, the effect as an 
elastic body lowers, while when It exceeds 70 wt%, the thermal conductivity lowers and also the effect as an elastic 
body lowers. 

(g) In the colloidal sol , it is desirable that the content of silica sol is 1 -30 wt%, preferably 1-15 wt%, more preferably 
5-9 wt% as a solid content. Because, when the content is less than 1 wt%, the adhesion strength lowers, while 
when it exceeds 30 wt%, the thermal conductivity lowers. 

® In the polysaccharide, it is desirable that the content of caiboxymethyl cellulose is 0.1-5.0 wt%, preferably 

0.2-1.0 wt7o. more preferably 0.4-0.6 wt% as a solid content. Because, when the content is less than 0.1 wt%, 
migration cannot be controlled, while when it exceeds 5.0 wt%, the organic binder is burnt out by thermal hysteresis 
of high temperature, and the strength lowers. 

@ In the inorganic powder or whisker, it is desirable that the content of silicon carbide powder is 3-80 wt%, pref- 
erably 10-60 wt%, more preferably 20-40 wt% as a solid content. Because, when the content is less than 3 wt%, 
the thermal conductivity lowers, while when it exceeds 80 wt%, the adhesion strength at high temperature lowers. 
® In the ceramic fiber constituting the sealing member, the silica-alumina ceramic fiber is desirable to have a shot 
content of 1-10 wt%, preferably 1-5 wt%, more preferably 1-3 wt%, and a fiber length of 0.1-100 mm, preferably 
0.1-50 mm, more preferably 0.1-20 mm. Because, when the shot content is less than 1 wt%, the production is dif- 
ficult, while when the shot content exceeds 10 wt%, a wall of a member to be sealed (ceramic member) is dam- 
aged. On the other hand, when the fiber length is less than 0.1 mm, an elastic structural body can not be formed, 
while when it exceeds 100 mm, the fiber becomes fluffy to make dispersion of the inorganic particles worse, and 
also the thickness of the sealing member cannot be made thin to bring about the lowering of thermal conductivity 
between the members to be sealed. 

(g) In the inorganic powder or whisker constituting the sealing member, it is desirable that the particle size of the 
silicon carbide powder is 0.01 - 1 00 \m, preferably 0.1 -1 5 nm, more preferably 0. 1 -1 0 ^im. Because, when the par- 
ticle size exceeds 100 fxm. the adhesion force (strength) and thermal conductivity lower, while when it is less than 
0.01 \im, the cost becomes undesirably high. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a perspective view illustrating a filter for an exhaust gas purifying apparatus with the use of the ceramic 
structure body according to the invention. Fig. 2 is a partially enlarged section view of the filter for the exhaust gas puri- 
fying apparatus with the use of the ceramic structure body according to the invention. Fig. 3 is a perspective view of a 
ceramic member in the filter for the exhaust gas purifying apparatus according to the invention. Fig. 4 is a partially cut- 
away enlarged section view taken along a line A-A of Fig. 3. Rg. 5 is an enlarged section view taken along a line B-B 
of Rg. 4. Fig, 6 is a view illustrating a test for the measurement of adhesion strength. Rg. 7 is a view illustrating a test 
for the measurement of thermal conductivity 

Here, reference numeral 1 is a filter for an exhaust gas purifying apparatus, numerals 2 and 3 ceramic members, 
numeral 4 a sealing member, and numeral 5 a heat insulator. 

BEST MODE FOR CARRYING OUT THE INVENTION 

An essential feature of the ceramic structural body according to the invention lies in a construction of a sealing 
member capable of integrally uniting a plurality of ceramic members. 

Concretely, there is a first point of improving the durability of the ceramic structural body by entangling the inorganic 
fibers and organic binder constituting the sealing member with each other to improve the uniformity of the structure and 
the joining property at a low temperature region. That is, it is an essential point that it is possible to maintain the three- 
dimensional bond of inorganic fibers and fixation of inorganic particles to inorganic fibers by adopting an organic binder 
capable of drying and curing at an early stage to control the occurrence of migration as seen in the conventional sealing 
member. 

Thus, the sealing member may be an elastic material having a uniform structure and excellent adhesion property, 
elasticity and strength. As a result, tiie ceramic structural body formed by integrally uniting a plurality of ceramic mem- 
bers with such sealing members has a sufficient adhesion strength without giving any restraint force from an external 
and can simultaneously liberate thermal stress. 

A second point lies in that tiie adhesion strengtii at a high tenperature region can be maintained by the entangling 
effect of the inorganic fibers and the inorganic binder constructing the sealing member. The reason is considered due 
to the fact that the organic binder is calcined and removed at tiie high temperature region, but the inorganic binder is 
rendered into ceramic by heating, and tills ceramic exists in intersect points of tiie inorganic f bars and contributes to 
joining between tiie inorganic fibers and between the inorganic fiber and the ceramic member. On tiie ottier hand, tiie 
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inorganic binder can hold the adhesion strength a^en at the low temperature region through drying and heating. 

Therefore, the ceramic structural body having excellent adhesion strengths at low temperature region and high 
temperature region can be formed by a synergistic action of the organic binder with the above effect of entangling the 
ceramic fibers such as silica-alumina with the inorganic binder such as silica sol. 

5 A third point lies in that the inorganic particles are existent on the surface of the inorganic fiber and the surface of 
the inorganic binder or the inside thereof to improve the thermal conductivity of the ceramic structural body 

Particularly inorganic particle such as nitride and carbide can considerably improve the thermal conductivity owing 
to a high thern^al conductivily property inherent to the nitride and carbide. 

Therefore, the sealing member containing the inorganic particles is excellent in the thermal conductivity and can 

10 effectively prevent the breakage of the ceramic structural body without causing temperature peak phenomenon at the 
regeneration while filling gaps produced in the combination of plural ceramic members when the sealing member is 
used, for example, as a filter for an exhaust gas purifying apparatus. Moreover, the occurrence of cracks by heat cycle 
can be reduced, and the edge portion of the outer periphery of the filter can be heated in a relatively short time to 
improve the regeneration efficiency 

T5 The ceramic structural body according to the invention will be described in detail as follows. 

When the ceramic structural body is used as a filter for an exhaust gas purifying apparatus, the sealing member 
constituting the structural body is necessary to have elasticity thermal conductivity, joining property strength and the 
like in addition to heat resistance. When the elasticity is excellent, even if thermal stress is applied to the filter by heat- 
ing, this thermal stress can surely be liberated. Further, when the thermal conductivity is excellent, heat of a heating 

20 element is immediately and evenly conducted to the whole of the structural body and the temperature difference in the 
exhaust gas purifying apparatus is minimized. Moreover, when the joining property and strength are excellent, the 
adhesion property between the adjacent united ceramic members becomes excellent, and the durability of the ceramic 
structural body itself becomes excellent. / 
The invention lies in that the construction of the sealing member exhibiting the above properties is an elastic struc- 

25 turat tx)dy formed by using the inorganic fibers, inorganic binder, organic binder and inorganic particles and mutually 
bonding the three-dimenslonally intersected inorganic fibers and inorganic particles through the inorganic binder and 
organic binder. 

As the inorganic fiber, there are silica-alumina ceramic fiber, mullite fiber, alumina fiber and silica fiber. Particularly, 
the silica-alumina ceramic fiber is desirable because it is excellent in the elasticity and shows a function of absorbing 
30 thermal stress. 

As the inorganic binder, colloidal sol is desirable, which includes, for example, alumina sol and silica sol. Particu- 
larly silica sol is desirat)le, which acts as an adhesive Onorganic binder). This silica sol is easily available and suitable 
as an adhesive at high temperature region because it is easily changed into SiOa by firing, and is excellent in the insu- 
lating property 

35 As the organic binder, a hydrophilic organic high polymer is desirable, and particularly polysaccharide is more pref- 
erable. Concretely tiiere are polyvinyl alcohol, metiiyl cellulose, eUiyl cellulose, carboxymethyl cellulose and the like. 
Among tiiem. carboxymetiiyl cellulose is particularly desirable because it secures the fluidity at tine time of assembling 
(contributes to improvement of workability) and shows an excellent adhesion property at room tenperature region. 
As the inorganic particle, inorganic particles of carbide and/or nitride are desirable, such as silicon carbide, silicon 

40 riitride and boron nitride. These carbide and nitride are very large in tiie thermal conductivity and contribute to tiie 
improvement of the thermal conductivity by existing on the surface of ceramic fiber and the surface and inside of colloi- 
dal sol. For example, the thermal conductivity of silicon cartnde is 0.1 9 cal/cm • sec • *C. and the thermal conductivity of 
boron nitride is 0.136 cal/cm • sec • °C. while the thermal conductivity of alumina is about 0.08 cal/cm • sec • °C, so ttnat 
it is understood tiiat tiie carbide and nitride are particularly effective for improving ttie thermal conductivity. 

45 Among the inorganic particles of these carbide and nitride, silicon carbide is particularly optimum in view of tiie 
thermal conductivity. Boron nitride is lower ttian silicon carbide in the affinity with ceramic fiber. That is, silicon carbide 
possesses alt of adhesion property, heat resistance, water resistance and thermal conductivity 

An embodiment of using the ceramic structural body according to the invention in a filter for an exhaust gas purify- 
ing apparatus attached to a diesel engine will be described in detail with reference to Figs. 1-5 below. 

so Fig. 1 shows a filter 1 for an exhaust gas purifying apparatus using the ceramic sti-uctural body according to ttie 
invention, and Rg. 2 is a partially enlarged section view of tiie filter. In tiiese figures, the filter 1 for ttie exhaust gas puri- 
fying apparatus is constructed by integrally adhering eight prismatic ceramic members 2 and four ceramic members 3 
of a right angle equilaterally triangle in section through sealing members 4 (1 .5-3.0 mm in thickness) of an elastic mate- 
rial interposed between ttie mutual members. 

55 Figs. 3-5 show the ceramic member 2 constituting a part of the filter for the exhaust gas purifying apparatus. In 
these figures, tiirough-holes 2a of an approximately square shape in section are regularly pierced in ttie ceramic mem- 
ber 2 of a prismatic shape (33 mm x 33 mm x 150 mm) along its axial direction. These through-holes 2a are separated 
from each otfier with porous partition walls 2b of 0.3 mm in tiiickness. Eittier one end of exhaust gas inlet side and outiet 
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side of each of the through-holes 2a is sealed with a sealing piece 2c of a porous sintered body in a checkered pattern. 
As a result, cells CI , C2 are formed so as to open only to either one of the inlet side and outlet side of the ceramic mem- 
ber 2. Moreover, an oxidation catalyst comprised of platinum element, other metal element or an oxide thereof may be 
carried on the partition walls 2b of the cells C1 . C2 because an ignition temperature of the particulate lowers by the car- 

5 rying. Moreover, the ceramic member 3 has the same construction as the ceramic member 2 except that the cross sec- 
tion is right angle equilateral triangle. In case of the ceramic members 2, 3 constituting the filter 1 for the exhaust gas 
purifying apparatus of this embodiment, there are set a mean pore diameter to 10 ^m. a porosity to 43%, a thickness 
of a cell wall to 0.3 mm, and a cell pitch to 1 .8 mm, respectively. 

In this embodiment, the filter 1 for the exhaust gas purifying apparatus having the aforementioned structure is pre- 

to pared to conduct the evaluation of performances in the filter. 

(Example 1) 

(1) 51.5 wt% of a-type silicon carbide powder and 22 wt% of p-type silicon carbide powder were wet mixed, and the 
15 resulting mixture was added and kneaded with 6.5 wt% of an organic binder (methyl cellulose) and 20 wt% of water. 

Next, small amounts of a plasticizer and a lubricant were added and kneaded, which was extrusion-molded to 
obtain a honeycomb green shaped body. 

(2) Next, tiiis green shaped body was dried by using a microwave drier. Thereafter, through-holes 2a of ttie shaped 
body were sealed with a paste for the formation of a sealing piece 2c made of a porous sintered body, and then the 

20 paste for tiie sealing piece 2c was dried by using the drier again. After ttie dried body was degreased at 400**C. it 
was furtiier fired in an argon atmosphere at 2200^*0 to obtain porous honeycomb ceramic members 2. 3. 

(3) A sealing member was prepared from a paste obtained by mixing and kneading 23.3 wt% of ceramic fiber (alu- 
mina silicate ceramic fiber, shot content: 3 wt%. fiber lengtii: 0.1-100 mm), 30.2 wt% of silicon carbide powder of 
0.3 (im in mean particle size, 7 wt% of silica sot (SiOa conversion amount of sol: 30%) as an inorganic binder, 0.5 

25 wt% of carboxymethyl cellulose as an organic binder and 39 wt% of water. 

(4) The above sealing member was filled between the mutual ceramic members 2, 3, dried and cured at 50- 1 00°C 
X 1 hour to prepare a filter 1 integrally joining the ceramic members 2. 3 with the sealing member 4 as shown in Rg. 
1. 

30 Moreover, tiie above sealing member could be dried and cured witiiout causing migration. 
(Example 2) 

This example is fundamentally tiie same as Example 1 , but the following sealing member was used instead of that 
35 of Example 1 . 

It was used by mixing and kneading 25 wt% of ceramic fiber (mullite fiber, shot content: 5 wt%. fiber length: 
0.1-100 mm), 30 wt% of silicon nitride powder of 1.0 jim in mean particle size, 7 wl% of alumina sol (conversion 
amount of alumina sol: 20%) as an inorganic binder, 0.5 wt% of polyvinyl alcohol as an organic binder and 37.5 wt% of 
alcohol. 

40 Moreover, tiie above sealing meniber could be dried and cured without causing migration. 
(Example 3) 

This example is fundamentally tiie same as Example 1 , but the following sealing member was used instead of that 
45 of Example 1 . 

It was used by mixing and kneading 23 wt% of ceramic fiber (alumina fiber, shot content: 4 wt%. fiber length: 
0.1 -100 mm). 35 wt% of boron nitride powder of 1 ^m in mean particle size, 8 wt% of alumina sol (conversion amount 
of alumina sol: 20%) as an inorganic binder 0.5 wt% of etiiyl cellulose as an organic binder and 35.5 wt% of acetone. 

Moreover, the above sealing member could be dried and cured witiiout causing migration. 

50 

(Comparative Example) 

This example is fundamentally the same as Example 1, but tiie following conventional sealing member was used 
instead of the sealing member in Example 1 and furtiier an outermost peripheral portion of the fitter 1 was covered witii 
55 a heat insulator (63 wt% of ceramic fiber. 7 wt% of a-sepiolite. 20 wt% of unexpanded vermiculite and 10 wl% of an 
organic binder). 

It was used in form of paste or sheet by mixing and kneading 44.2 wt% of ceramic fiber (alumina-silica fiber, shot 
content: 2.7 wt%, fiber length: 30-100 mm), 13.3 wt% of silica sol as an inorganic binder and 42.5 wt% of water. 
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Moreover, the above sealing member caused migration at the time of drying and curing. 
The evaluation of performances with respect to the filters 1 prepared in Examples 1 -3 and Comparative Example 
was carried out by the following method. 

5 [Measurement of adhesion strength at initial stage and after heat cycle] 

As shown in Fig. 6, a test piece corresponding to three ceramic members was cut from the filter 1 and a load was 
applied to a central ceramic member to measure a load causing the peeling. Moreover, since.quick heating and quench- 
ing from room temperature to 900°C were anticipated in actual use, the test piece was subjected to a heat cycle test of 
10, room temperature - 900°C. 

Table 1 shows results measured on the adhesion strength at an initial stage and after heat cycle (after 100 cycles) 
between the mutual ceramic members 2, 3 constituting the filter 1. Moreover, the reason why the strength after heat 
cycle is improved is assumed due to the sintering action of silica by heating at SOC'C. 

15 

Table 1 





Adhesion strength at ini- 
tial stage 


Adhesion strength after 
heat cycle 


Example 1 


4.6kg/cm2 


7.6.kg/cm^ 


Example 2 


4.5 kg/cm^ 


5.3 kg/cm^ 


Example 3 


4.3 kg/cm^ 


5.6 kg/cm^ 


Comparative Example 1 


2.3 kg/cm^ 


0.76 kg/cm^ 



[Measurement of thermal conductivity] 

As shown in Rg. 7, a test piece corresponding to four ceramic members was cut out and covered on its outer 
30 periphery with a heat insulator and placed on a heater 6 to conduct heating for 20 minutes. A temperature difference 
between T1 and T2 was measured. 

Table 2 shows results measured on the temperature difference between T1 and T2 shown in Rg. 7 with respect to 
Examples 1-3 and Comparative Example. 

35 

Table 2 





T1 -T2 temperature differ- 
ence 


Exanple 1 


55X 


ExanpliB 2 


65*»C 


Exanrple 3 


70^C 


Comparative Example 


180^C 



As seen from the above results, the filter using the ceramic structural body according to the invention has consid- 
erably high adhesion strength even at both high temperature and room tenperature, and is excellent in the heat cycle 
property, so that it was confirmed that the durability as a filter is excellent. 
50 And also, this ceramic structural body is excellent in the thermal conductivity, so that the occurrence of peak tem- 
perature in the ceramic member located inside the filter can be reduced and also the temperature rising time of the 
ceramic structural body located at the edge portion can be shortened and hence the improvement of the regeneration 
efficiency can simultaneously be realized. 

Moreover, the construction of the filter 1 applying the ceramic structural body according to the Invention is not lim- 
55 ited to those described in the above examples, and can be changed to the following construction. For example. 

(a) The number of combined ceramic members is not necessarily 12 as in the examples, but any optional number 
is possible. In this case, it is naturally possible to properly combine ceramic members having different sizes, forms 
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and the like. Moreover, the adoption of the construction made by combining plural ceramic members is particularly 
advantageous In the manufacture of a filter for a large-sized exhaust gas purifying apparatus. 

(b) The filter 1 of the above examples can be grasped to be at a state of dividing the so-called one large filter into 
the plural parts along the axial direction. Therefore, there are considered, for example, the state of dividing the filter 

5 into a doughnut, the state of dividing the filter in a direction perpendicular to the axial direction and the like. 

(c) It is naturally possible to adopt not only the honeycomb-shaped ceramic members 2, 3 as shown in the above 
examples but also three-dimensional network structure, foam structure, noodle structure, fiber structure and the 
like. Moreover, the material for the ceramic members 2. 3 may naturally be selected from any other than silicon car- 
bide. 

70 (d) In case of constructing the filter 1 . a heater may be arranged between the ceramic members 2, 3. In this case, 
the heater is not limited to be a metallic wire. That is, the heater may be prepared by a method such as metal met- 
allizing, printing of conductor paste, sputtering or the like. 

Although the above examples are described with respect to the case of applying the ceramic structural body 
15 according to the invention to the filter for an exhaust gas purifying apparatus attached to the diesel engine, this ceramic 
structural body can be used, for example, as a heat exchanger member or a filter for filtering high temperature fluid or 
high temperature vapor in addition to the filter for the exhaust gas purifying apparatus. 

INDUSTRIAL APPUCABILITY 

20 

As mentioned above, the ceramic structural body according to the invention is excellent in the adhesion strength 
regardless of temperature, and further excellent in the thermal conductivity, so that if it is applied to a filter for an exhaust 
gas purifying apparatus, it is possible to realize the shortening of regeneration time and the improvement of regenera- 
tion efficiency and durability 

Claims 

1. A ceramic structural body comprising an assembly of plural united ceramic members each having a plurality of 
through-holes arranged side by side along a longitudinal direction, in which end faces at either side of these 

30 through-holes are closed in a checkered pattern so as to have a reverse relation of open and close between gas 
inlet side and gas outlet side and adjacent through-holes are permeable to each other through porous partition 
walls, characterized in that a plurality of the ceramic members are integrally adhered by interposing a sealing mem- 
ber of an elastic material consisting of at least inorganic fibers, an inorganic binder, an organic binder and inorganic 
particles and mutually bonded three<iimensionally intersected organic fibers and inorganic particles through tiie 

35 inorganic binder and organic binder between the mutual ceramic members. 

2. A ceramic structural body according to claim 1 , wherein tiie sealing member is an elastic material obtained by using 
a ceramic fiber as the inorganic fiber, a colloidal sol as the inorganic binder, a polysaccharide as the organic binder, 
and at least one inorganic powder or whisker selected from a carbide and a nitride as the inorganic particle, and 

40 mixing tiiem witii each other. 

3. A ceramic structural body according to claim 2, wherein the ceramic fiber is at least one selected from silica-alu- 
mina, mullite, alumina and silica. 

45 4. A ceramic structural body according to claim 2, wherein the colloidal sol is at lease one selected from silica sol and 
alumina sol. 

5. A ceramic structural body according to daim 2, wherein the polysaccharide Is at least one selected from polyvinyl 
alcohol, metiiyl cellulose, ethyl cellulose and carboxymethyl cellulose. 

50 

6. A ceramic structural body according to daim 2, wherein at least one inorganic powder or whisker selected from tiie 
carbide and the nitride is at least one selected from silicon carbide, silicon nitride and boron nitride. 

7. A ceramic structural body according to claim 2, wherein tiie sealing member consists of silica-alumina ceramic 
55 fiber, silica sol, carboxymetiiyl cellulose and silicon carbide powder. 

8. A ceramic structural body according to daim 7, wherein tiie sealing member consists of 10-70 wt% of silica-alu- 
mina ceramic f Oser, 1 -30 wt% of silica sol, 0.1-5.0 wt% of carboxymetiiyl cellulose and 3-80 wt% of silicon carbide 
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and the like. Moreover, the adoption of the construction made by conibining plural ceramic members is particularly 
advantageous in the manufacture of a fitter for a large-sized exhaust gas purifying apparatus. 

(b) The filter 1 of the above examples can be grasped to be at a state of dividing the so-called one large filter into 
the plural parts along the axial direction. Therefore, there are considered, for example, the state of dividing the filter 

5 into a doughnut, the state of dividing the filter in a direction perpendicular to the axial direction and the like. 

(c) It is naturally possible to adopt not only the honeycomb-shaped ceramic members 2, 3 as shown in the above 
examples but also three-dimensional network structure, foam structure, noodle structure, fiber structure and the 
like. Moreover, the material for the ceramic members 2. 3 may naturally be selected from any other than silicon car- 
bide. 

10 (d) In case of constructing the filter 1 , a heater may be arranged between the ceramic members 2, 3. In this case, 
the heater is not limited to be a metallic wire. That is, the heater may be prepared by a method such as metal met- 
allizing, printing of conductor paste, sputtering or the like. 

Although the above examples are described with respect to the case of applying the ceramic structural body 
15 according to the invention to the filter for an exhaust gas purifying apparatus attached to the diesel engine, this ceramic 
structural body can be used, for example, as a heat exchanger member or a filter for filtering high temperature fluid or 
high temperature vapor in addition to the filter for the exhaust gas purifying apparatus. 

INDUSTRIAL APPLICABILITY 

20 

As mentioned above, the ceramic structural body according to the invention is excellent in the adhesion strength 
regardless of temperature, and further excellent in the thermal conductivity, so that if it is applied to a filter for an exhaust 
gas purifying apparatus, it is possible to realize the shortening of regeneration time and the improvement of regenera- 
tion efficiency and durability 

25 

Claims 

1. A ceramic structural body comprising an assembly of plural united ceramic members each having a plurality of 
through-holes arranged side by side along a longitudinal direction, in which end faces at either side of these 

30 through-holes are closed in a checkered pattern so as to have a reverse relation of open and close between gas 
inlet side and gas outlet side and adjacent through-holes are permeable to each other through porous partition 
wails, characterized in that a plurality of the ceramic members are integrally adhered by interposing a sealing mem- 
ber of an elastic material consisting of at least inorganic fibers, an inorganic binder, an organic binder and inorganic 
particles and mutually bonded three-dimensionally intersected organic fibers and Inorganic particles through the 

35 inorganic binder and organic binder between the mutual ceramic members. 

2. A ceramic structural body according to claim 1 , wherein the sealing member is an elastic material obtained by using 
a cerarhic fiber as the inorganic fiber, a colloidal sol as the inorganic binder, a polysaccharide as the organic binder, 
and at least one inorganic powder or whisker selected from a carbide and a nitride as the inorganic particle, and 

40 mixing them with each other. 

3. A ceramic structural body according to claim 2, wherein the ceramic fiber is at least one selected from silica-alu- 
mina, mullite, alumina and silica. 

45 4. A ceramic structural txxJy according to claim 2, wherein the colloidal sol is at lease one selected from silica sol and 
alumina sol. 

5. A ceramic structural body according to claim 2, wherein the polysaccharide is at least one selected from polyvinyl 
alcohol, methyl cellulose, ethyl cellulose and carboxymethyl cellulose. 

50 

6. A ceramic structural body according to daim 2. wherein at least one inorganic powder or whisker selected from the 
carbide and the nitride is at least one selected from silicon carbide, silicon nitride and boron nitride. 

7. A ceramic structural body accorcling to claim 2, wherein the sealing member consists of silica-alumina ceramic 
55 fiber, silica sot. carboxymethyl cellulose and silicon carbide powder. 

8. A ceramic structural body according to claim 7, wherein the sealing member consists of 10-70 wt% of silica-alu- 
mina ceramic fiber. 1 -30 wt% of silica sot. 0. 1 -5.0 wt% of carboxymethyl cellulose and 3"'80 wt% of silicon carbide 



powder as a solid content. 
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9. A ceramic structural body according to claim 7, wherein the silica-alumina ceramic fiber has a shot content of 1 ~ 1 0 
wt% and a fiber length of 1-100 mm. 

1 0. A ceramic structural body according to claim 7, wherein the silicon carbide powder has a particle size of 0.01-100 
Jim. 
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Fig. 1 
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Fig. 2 
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Fig. 3 
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